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This leads to the conclusion that there will be high
in all the smaller pockets below the pipe, in the
contraction cavities, etc, Naturally, the segregation
sulphur or phosphorus, or both, is detrimental to the
products forged or rolled from the ingot. The appearaixoo
and distribution of the impurities in the segregated pax-fcs
of the ingot which has been forged or rolled out into bar&,
can be seen plainly from the sulphur prints in Figs. 21 anacl
22. It is more than probable that the majority of the cases
of failure attributed to high sulphur and phosphorus a,re
not due merely to the average high sulphur and phosphorus*
but to the fact that, in consequence of segregation,
already high sulphur content is increased to a still
proportion in some parts, so that the actual content
the position which failed may really be very high indeecl.
If there had been no segregation, it is possible th,a.t>
the proportion of sulphur in the steel evenly distribute<i
would have been reasonable and harmless throughout
forging.